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AMENDMENTS TO THE CLAIMS 



1 . (currently amended) A resin composition comprising a polymer and at least 5% by weight of 
an ester compound, wherein the ester compound and the polymer are obtained by reacting a 
diene, a dienophile and a rosin acid in the presence of a disproportjonation agent wherein the 
dienophile is an aromatic vinylic hydrocarbon c arboxvlio aoid . 

2. (origindl) A resin composition according to daim 1 comprising at least 10% by weight of 
the ester compound. 

3. (original) A resin conqx>sition according to claim 1, wherein the polymer has no acid 
functionalities. 

4» (original) A resin composition according to claim 1 , wherein the ester compound and the 
polymer are obtained by reacting a diene^ a dienophile and a carboxylic acid present in a reaction 
nuxture, wherein the reaction mixture comprises up to about 75% by weight of the diene, up to 
about 55% by weigjit of the dienophile, and fiom about 10 to about 75% by weight of the 
caiboxylic acid. 

5. (original) A resin composition according to claim 4, wherein the reaction tnixtiire comprises 
from about 1 5 to about 60% by weig^ of the diene, from about 1 0 to about 45% by weight of ttie 
di^ophile, and from about IS to about 60% by weight of the carboxylic acid. 

6. (original) A resin con^^osition according to claim 1 , wherein the resin composition has an 
acid number below about 50. 

7. (original) A resin composition according to claim 1, wherein the resin composition has an 
acid number below about 20, 

8. (cancelled) 



Page 2 of 8 



PA(£5/irR(»fl)ATSfim3:55:40ra[EastemDayD^ 



89/18/2086 14:53 83236B2586 



RPP LEGAL 



PAGE 06/11 



USSN: 10/760,326 

Response to Office Action Dated 04/17/2006 

9. (cancelled) 

1 0. (original) A resin composition according to claim 1, wherein the diene is a hydrocarbon 
dieme. 

1 1 . (original) A resin composition according to claim 10, wherein tfie diene is a cycKc 
hydrocarbon diene. 

1 2. (original) A resin composition according to claim 1 1 , wherein the diene is a polycycKc 
hydrocarbon diene. 

13. (original) A resin composition according to claim 12, wherdn the diene is 
dicyclopentadiene. 

14. (cancelled) 

15. (cancelled) 

1 6. (cuxrently amended) A resin composition according to claim 1 4*, wherein tihie 
dienophile is styrene, 

1 7. (currently amended) A resin composition comprising a polymer and at least 5% by 
wei^ of an ester compound, wherein the ester compound and the polymer are obtained by 
reacting a polycyclic hydrocarbon diaie, a dienophile and a rosin acid rQ d e rivativ e of q rosin 
aeid or a mixture of rosin adds tib^eefc wherein the dienophile is an aromatic vinvlic 
hydrocarbon, and wherein the resin composition has an acid number below about SO. 

18. (cancelled) 

19. (cancelled) 
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20. (cuTTcntly amended) A resin composition according to claim 17, wherein the ester 
compound and the polymer are obtained by reacting a - di e ne, a dienophilo and e ither a rooin Qoid» 
ft ^erivotiv e of a rosin aoid, or a mixtur e -flier e of, prooont in a roQction mixture^ wh e r e in th e 
reaotion mixtur e comprises up to about 75% by weight of the diene, up to about 55% by weight 
of the dienojAile, and ftom about 10 up to about 75% by weight of the rosin aci d, the dorivativo 
of a rosin aoidv or the mixture thereof 

21 . (original) A resin composition comprising at least 5% by weight of an ester compound, and 
a polymer, wherein the ester compound and the polymer are obtained by rating a polycyclic 
hydrocarbon diaie, styrene and a rosin ad d y a derivative of a rosin aciid or a mixture ofrosin 
adds Aeteef. 

22. (currently amended) An adhesive composition comprising a flie resin composition fif 
filajaai L wherein the rooin oompoaition oomprisofl at least 5^ by weight of on ester oompound^ 
the r e sin oompooition qIso oomprigBo a polymer^ wherein the ostor compound and the polymer 
ar e obtain e d by reacting a diono, a dionophile and a oatboxylio gq id. 

23. (original) An adhesive oomi}ositi(»i according to claim 22, whidi is an aqueous pressure 
sensitive adhesive composition. 

24. (original) An adhesive composition according to claim 22, which is a hot melt pressure 
sensitive adhesive composition. 

25. (original) An adhesive composition according to claim 22, which is a flooring pressure 
sensitive adhesive composition. 

26. (currently amwided) A method for producing a resin composition which comprises 
providing a reaction mixture comprising up to about 75% by weight of a diene, up to about 55% 
by weight of a dienophile, wherein the dienonhile is an aromatic vinvlic hvdrocaibon. and from 
about 10 to about 75% by weight of a corboxylic rosin add, heating the reaction mixture at a 
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temperature from about 1 75 ^C. up to about 3 1 0 ^'C. for about 1 up to about 2 hours. 

27. (currently amended) A method for producing a resin composition according to claim 26, 
wherein the reaction mixture comprises from about 15 to about 60% by weight of a diene, torn 
about 10 to about 45% by weight of a dioiophile, and torn about 1 5 to about 60% by weight of a 
ocuboxylic rosin arid. 

28. (cancelled) 

29. (cancelled) 

30. (cancelled) 
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